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(57) Abstract 

An emission system 
for presenting visual image 
is disclosed. The emissive 
system typically contains 
first electrodes (90) deposited 
over and in contact with 
substrate. One or more 
conjugated organic buffer 
layers (40) are then deposited 
over and in contact with 
the first electrodes, and 
second electrodes (22) are 
subsequently deposited over 
the conjugated organic buffer 

layers. The conjugated organic buffer layers (40) regulate current flow between the first electrodes (90) and the second electtodes (22), 
Either before or after the deposition of each conjugated organic buffer layer (40). but before the deposition of the second electrodes (22), 
conjugated organic deposits (34, 36. 38) are ink-jet printed such that they are in contact with at least one conjugated organic bu forlayer. 
The conjugated organic deposits (34, 36. 38) help to generate an indicator when a voltage stimulus is applied across the first electrodes 
(90) and the second electrodes (22). Depending on the material of the conjugated organic deposits (34, 36, 38), the indicator may _be 
luminescence, fluorescence, conductivity, or the like. A voltage source is used for selectively applying the voltage sumulus across the first 
electrodes (90) and the second electrodes (22). 
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PROCESS FOR FABRICATING ORGANIC SEMICONDUCTOR DEVICES 
USING INK-JET PRINTING TECHNOLOGY AND DEVICE AND SYSTEM 

EMPLOYING SAME 



Background of the Invention 

1 . Field of the Invention 

The present invention relates, generally, to organic semiconductor devices, 
and, in particular embodiments, to processes for fabricating organic semiconductor 
1 0 devices using ink-jet printing technology and devices and systems employing the 
same. 

2. Description of Related Art 

Inorganic semiconductors, such as silicon, are often used to produce modern 

15 semiconducting and photonic devices. The processing of these inorganic 

semiconductor devices can be complicated and costly, and typically includes process 
steps such as the growing of crystals, the slicing and polishing of wafers, and 
building of integrated electronic circuits on the wafer. By comparison, conventional 
polymers (sometimes referred to as plastics) are relative easy to process. For 

20 example, the fabrication of traditional plastic parts may include relatively simple 
process steps such as the injection of molten plastic material into molds. 
Conventional polymers are also flexible, lightweight, and can be fabricated over 
large surface areas. However, conventional plastics are not semiconducting, and are 
therefore unsuitable for the fabrication of semiconductor devices. 

25 Conjugated polymer is an organic material that combines the electrical and 

optical properties of semiconductors and the processability of conventional plastics. 
The semiconducting properties of conjugated polymers originate from the 
delocalized pi orbitals formed in carbon containing compounds, such as 
poly(phenylenevinylene),polythiophene (PT), and poly(2-methoxy-5-(2 , -ethyl"- 

30 hexy loxy )- 1 ,4-pheny lene vinylene) (MEH-PPV). Unlike conventional polymers, 
conjugated polymers contain double bonds which make the material semiconducting 
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rather than insulating. Conjugated polymers retain the low-cost processing benefits, 
flexibility, light weight, and large-scale producibility of conventional polymers and 
the general semiconducting characteristics of silicon. 

Conjugated polymer devices are typically fabricated by spin-coating. Spin- 
5 coating takes advantage of the solution processability of polymer by spinning a 

substrate containing a large drop of liquid conjugated polymer at high velocity about 
an axis, causing the liquid conjugated polymer to flow outward and coat the 
substrate with a thin film of material. However, there are disadvantages associated 
with spin-coating. Spin-coating results in solution wastage, as the majority of the 
io liquid conjugated polymer flies offthe substrate instead of coating the surface. In 
addition, spin-coating is sensitive to dust or other imperfections on the surface of 
the substrate, for any projection will cause a shadow effect as the liquid organic 
material spreads across the surface of the substrate, leaving a radial trace of 
relatively thin organic material behind the imperfection. 
15 The relatively uncontrolled flow of liquid conjugated polymer during spin- 

coating also does not allow for the formation of desired patterns, which limits the 
commercial applicability of conjugated polymers. For example, luminescent 
conjugated polymer sandwiched between two electrodes may be used for fabricating 
LEDs and light-emitting logos (LELs), but the single unpattemed layer of 
20 conjugated polymer produced by spin-coating limits such devices to a single color 
and requires that any patterning occur in the electrodes. Furthermore, 
photolithography techniques normally useful for creating patterned electrodes may 
not be used to pattern the layer of conjugated polymer, because the double bonds in 
the conjugated organic material will be destroyed by the photolithographic process. 
25 Another class of organic semiconducting materials is the class of conjugated 

small organic molecules. Conjugated organic compounds (organics) are defined 
herein to include polymers (organics with more than two repeating units per 
molecular chain) and small organic molecules (organics comprised of single 
molecules). Small organic molecules share similar physical (electronic and optical) 
30 properties with conjugated polymers, but utilize somewhat different processing 
techniques. Organic molecules are usually processed using thermal sublimation at 
ultra high vacuum environments to form desired thin films, with typical thickness of 
about 100 nm. Organic molecules often use device structures similar to those used 
with conjugated polymers, i.e. organic thin films sandwiched between two 
35 electrodes. The patterning of the organic thin films can be achieved using a shadow 
mask, but this method requires the precise alignment of the shadow mask, and it is a 
slow and costly process. Furthermore, lateral resolution is also limited. Organic 
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molecules can also be processed using the conventional spin-coating process, but 
this method lacks patterning capability. Organic molecules are typically processed 
by blending the molecules with a host conjugated polymer, such that the blend 
retains the advantageous mechanical properties of polymer for film forming 

5 purposes. Examples of typical organic compounds suitable for the buffer layers and 
for the ink-jet printing deposits are given in FIGs. 18a, 18b, and 18c. 

Ink-jet printing (IJP) technology, a popular technology for desktop 
publishing, may be used for depositing patterned conjugated organic material with 
high resolution. The application of IJP to deposit patterned conjugated organics has 

10 been demonstrated in an article entitled "Ink-jet printing of doped polymers for 
organic light emitting devices" by T.R. Hebner et al., Applied Physics Letters, Vol. 
72, p. 519 (1998), incorporated herein by reference. However, a low concentration 
of dye-containing polymer solution was printed in order to use existing IJP 
technology. The result was a poor film unsuitable for high quality semiconductor 

15 devices. 

Even where suitable patterns of conjugated organics can be deposited over a 
lower electrode, other problems exist. Because of the dot-forming nature of IJP, 
organic film printed using IJP may contain pin holes. The deposition of the upper 
electrode material over the patterned conjugated organic thin film may result in some 
20 of the upper electrode material coming into contact with the lower electrode through 
the pin holes, creating short that renders the device unusable. 

Summary of the Disclosure 

Therefore, it is an object of embodiments of the present invention to provide 
a process for fabricating organic semiconductor devices using hybrid ink-jet printing 
25 technology, and systems and devices incorporating the same, that is relatively 

insensitive to substrate surface imperfections, and combines the electrical and optical 
properties of conventional semiconductors and the low-cost processability, 
flexibility, light weight, and large-scale producibility of conventional organics. 
It is a further object of embodiments of the present invention to provide a 
30 process for fabricating organic semiconductor devices using hybrid ink-jet printing 
technology, and systems and devices incorporating the same, that allows the 
formation of precisely patterned single or multi-color emissive displays, devices, 
logos, and gray-scale pictures, including isolated emissive areas. 

It is a further object of embodiments of the present invention to provide a 
35 process for fabricating organic semiconductor devices using hybrid ink-jet printing 
technology, and systems and devices incorporating the same, that allows the 
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formation of high quality shadow masks for the fabrication of semiconductor 
devices, bio-sensors, photovoltaic devices, and photodetectors. 

These and other objects are accomplished according to an emissive system 
for presenting visual images. The emissive system typically contains first electrodes 
5 deposited over and in contact with a substrate. One or more conjugated organic 
buffer layers are then deposited over and in contact with the first electrodes, and 
second electrodes are subsequently deposited over the conjugated organic buffer 
layers. The conjugated organic buffer layers regulate current flow between the first 
electrodes and the second electrodes. Either before or after the deposition of each 
,0 conjugated organic buffer layer, but before the deposition of the second electrodes, 
conjugated organic deposits are ink-jet printed such that they are in contact with at 
least one conjugated organic buffer layer. 

The conjugated organic deposits help to generate an indicator when a voltage 
stimulus is applied across the first electrodes and the second electrodes. Depending 
15 on the material of the conjugated organic deposits, the indicator may be 

luminescence, fluorescence, conductivity, or the like. A voltage source is used for 
selectively applying the voltage stimulus across the first electrodes and the second 
electrodes. 

These and other objects, features, and advantages of embodiments of the 
20 invention will be apparent to those skilled in the art from the following detailed 
description of embodiments of the invention, when read with the drawings and 
appended claims. 

BrjgfJksgnptjo i! nf the Swings 
FIG. 1 is an Ulustration of the UP of conjugated organic deposits over a 
25 conjugated organic buffer layer according to an embodiment of the present 
invention. 

FIG. 2a is an illustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single layer of conjugated organic deposits printed on a single conjugated organic 
30 buffer layer according to an embodiment of the present invention. 

FIG. 2b is an Ulustration of a conjugated organic semiconductor device 
comprising multiple second electrodes and a multiple first electrodes (not visible 
from the illustrated view) sandwiching a single layer of conjugated organic deposits 
printed on a single conjugated organic buffer layer according to an embodiment of 
35 the present invention. 
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FIG. 3a is an illustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single conjugated organic buffer layer deposited over a single layer of conjugated 
organic deposits according to an embodiment of the present invention. 
5 FIG. 3b is an illustration of a conjugated organic semiconductor device 

comprising multiple second electrodes and a multiple first electrodes (not visible 
from the illustrated view) sandwiching a single conjugated organic buffer layer 
deposited over a single layer of conjugated organic deposits according to an 
embodiment of the present invention. 
10 FIG. 4a is an illustration of a conjugated organic semiconductor device 

comprising a single second electrode and a single first electrode sandwiching 
multiple layers of conjugated organic deposits printed on multiple conjugated 
organic buffer layers according to an embodiment of the present invention. 

FIG. 4b is an illustration of a conjugated organic semiconductor device 
1 5 comprising multiple second electrodes and a multiple first electrodes (not visible 
from the illustrated view) sandwiching multiple layers of conjugated organic 
deposits printed on multiple conjugated organic buffer layers according to an 
embodiment of the present invention. 

FIG. 5a is an illustration of a conjugated organic semiconductor device 
20 comprising a single second electrode and a single first electrode sandwiching 
multiple conjugated organic buffer layers deposited over multiple layers of 
conjugated organic deposits according to an embodiment of the present invention. 

FIG. 5b is an illustration of a conjugated organic semiconductor device 
comprising multiple second electrodes and a multiple first electrodes (not visible 
25 from the illustrated view) sandwiching multiple conjugated organic buffer layers 
deposited over multiple layers of conjugated organic deposits according to an 
embodiment of the present invention. 

FIG. 6 is an illustration of a conjugated organic semiconductor device 
comprising multiple second electrodes and a multiple first electrodes (not visible 
30 from the illustrated view) sandwiching a single conjugated organic buffer layer 
according to an embodiment of the present invention. 

FIG. 7a is an illustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single conducting/charge transfer conjugated organic deposit printed on a single 
35 conjugated organic buffer layer according to an embodiment of the present 
invention. 
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FIG. 7b is an illustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single conjugated organic buffer layer deposited over a single conducting/charge 
transfer conjugated organic deposit according to an embodiment of the present 
5 invention. 

FIG. 8a is an illustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single luminescent conjugated organic deposit printed on a single luminescent 
conjugated organic buffer layer according to an embodiment of the present 
10 invention. 

FIG. 8b is an Ulustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single luminescent conjugated organic buffer layer deposited over a single 
luminescent conjugated organic deposit according to an embodiment of the present 
15 invention. 

FIG. 9 is an illustration of a conjugated organic semiconductor device 
comprising a single second electrode and a single first electrode sandwiching a 
single luminescent and diffusing conjugated organic deposit printed on a single 
luminescent conjugated organic buffer layer according to an embodiment of the 

20 present invention. 

FIG. 10a is an illustration of the depositing of organic masks, second 
electrode material, and adhesive sheeting in order to form multiple second electrodes 
on a conjugated organic semiconductor device according to an embodiment of the 
present invention. 

FIG. 1 Ob is an illustration of the removal of adhesive sheeting and organic 
masks in order to form multiple second electrodes on a conjugated organic 
semiconductor device according to an embodiment of the present invention. 

FIG. 11a is an illustration of red, green, and blue conjugated organic LEDs in 
a passive matrix multi-color emissive display according to an embodiment of the 

30 present invention. 

FIG. 1 lb is an illustration of red, green, and blue conjugated organic LEDs 
and controlling transistors in an active matrix multi-color emissive display 
according to an embodiment of the present invention. 

FIG. 12a is a graph illustrating how the emission color of a conjugated 
35 organic LED changes when different concentrations of luminescent conjugated 
organic dopant material are introduced into the luminescent conjugated organic 
buffer layer according to an embodiment of the present invention. 



25 
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FIG. 12b is a graph illustrating that the I-V characteristics of a conjugated 
organic LED remain the same regardless of the concentration of luminescent 
conjugated organic dopant material introduced into the luminescent conjugated 
organic buffer layer according to an embodiment of the present invention. 
5 FIG. 13a is an illustration of the formation of arrays of conjugated organic 

LEDs for multi-color emissive displays using silicon-oxide dividers according to an 
embodiment of the present invention. 

FIG. 13b is an side view of the formation of arrays of conjugated organic 
LEDs for multi-color emissive displays using silicon-oxide dividers according to an 
1 o embodiment of the present invention. 

FIG. 14a illustrates the fabrication of aLEL according to an embodiment of 
the present invention. 

FIG. 14b is a side view of the fabrication of the LEL illustrated in FIG. 14a. 
FIG. 1 5 is a graph of typical brightness-voltage (L-V) curves of devices 
15 with and without conjugated organic deposits, illustrating the enhanced performance 
obtained from the addition of conjugated organic deposits according to an 
embodiment of the present invention. 

FIG. 16a illustrates a four-level gray scale defined by the density of emissive 
dots for use in generating light-emitting pictures according to an embodiment of the 
20 present invention. 

FIG. 16b is a graph of a brightness curve indicating a typical relationship 
between brightness and the density of emissive dots for the gray scale of FIG. 16a. 

FIG. 17a illustrates an artificial nose with conductivity indicators according 
to an embodiment of the present invention. 
25 FIG. 17b illustrates an artificial nose with fluorescence indicators according 

to an embodiment of the present invention. 

FIGs. 18a, 18b, and 18c illustrate examples of typical organic compounds 
suitable for the buffer layers and for the ink-jet printing deposits. 

Detailed Description of Preferred Embodiments 

30 In the following description of preferred embodiments, reference is made to 

the accompanying drawings which form a part hereof, and in which is shown by way 
of illustration specific embodiments in which the invention may be practiced. It is to 
be understood that other embodiments may be utilized and structural changes may be 
made without departing from the scope of the preferred embodiments of the present 

35 invention. 
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Conjugated organics retain the low-cost processing benefits, flexibility, light 
weight, and large-scale producibility of conventional organics and the general 
semiconducting characteristics of inorganic semiconductors. FIG. 1 illustrates a 
conjugated organic semiconductor device 10 according to an embodiment of the 
5 present invention. In conjugated organic semiconductor device 10, a first electrode 
14 either metal or metal oxide, is formed over a substrate 12 using conventual 
deposition techniques. Substrate 12 may be comprised of solid materials such as 
glass plastic, semiconductor wafers, and metal plates with a thin insulating layer 
above it, or flexible materials such as plastic and metal foils with a thin insulating 
10 layer above it In preferred embodiments, first electrode 14 is comprised of mdium 
tin-oxide (TTO). A substantially uniform conjugated organic buffer layer 16 with a 
thickness of about 1 - 1000 nm is then formed over first electrode 14 using spin- 
coating, thermal sublimation, or other conventional methods of applicanon. An UP 
head 1 8 is then used to print at least one conjugated organic deposit 20 over 
,5 conjugated organic buffer layer 16. DP is used because, unlike spin-coating, UP is 
capable of printing conjugated organic deposits 20 with micrometer resolution, is 
relatively insensitive to dust and substrate defects because the conjugated organic 
deposits 20 are sprayed perpendicular to the surface of conjugated organic buffer 
layer 1 6 rather than flowed horizontally, and does not waste much material during 

20 the application process. 

As illustrated in FIG. 2a, second electrode 22 is then deposited over 
conjugated organic deposits 20 and conjugated organic buffer layer fusing 
conventional metal deposition techniques. Because conjugated organic buffer layer 
16 is sufficiently insulating, no short can occur between second electrode 22 and first 

25 electrode 14. 

In alternative embodiments of the present invention illustrated in FIG. 3a, 
conjugated organic deposits 20 are deposited using DP directly over first electrode 
14 Conjugated organic buffer layer 16 is men formed over conjugated organic 
deposits 20 and first electrode 14 using spin-coating or other conventional methods 
30 of application. Second electrode 22 is then deposited over conjugated organic buffer 
layer 16 using conventional metal deposition techniques. 

In further alternative embodiments illustrated in FIGs. 4a and 5a, muluple 
conjugated organic buffer layers 16 and multiple layers of conjugated organic 
deposits 20 may be formed, adding a vertical or third dimension and increasing the 
35 functional density of the semiconductor device. 

Although FIGs. 2a, 3a, 4a, and 5a illustrate embodiments with a single first 
electrode 14 and a single second electrode 22, in alternative embodiments of the 
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invention illustrated in FIGs. 2b, 3b, 4b, 5b, and 6, multiple first (14) and second 
(22) electrodes may be deposited above individual conjugated organic deposits 20. 
It should be noted that although the illustrated views of FIGs. 2b, 3b, 4b, 5b, and 6 
do not reveal multiple first electrodes 14, they are formed cross-wise with respect to 
5 the multiple second electrodes 22 (shown in end views in FIGs. 2b, 3b, 4b, 5b, and 
6). 

In the embodiment of FIG. 6, multiple first electrodes 14 (not visible from 
the illustrated view) are ink-jet printed over substrate 12. A conjugated organic 
buffer layer 16 is then formed over multiple first electrodes 14 using spin-coating or 
10 other conventional methods of application. Multiple second electrode 22 are then 
ink-jet printed over conjugated organic buffer layer 16. 

In alternative embodiments of the present invention illustrated in FIGs. 7a 
and 7b, where only one conjugated organic deposit 20 is shown for purposes of 
discussion, conjugated organic deposit 20 comprises conducting or charge transfer 
15 organic material. Because the conducting/charge transfer conjugated organic deposit 
20 has better charge injection characteristics than the electrode material, when a 
voltage is applied across the second electrode 22 and first electrode 14, current 24 
will flow between the second electrode 22 and first electrode 14 and through 
conjugated organic buffer layer 16 only where the conducting/charge transfer 
20 conjugated organic deposit 20 has been printed. 

Among the various organic semiconductor devices, electroluminescent (EL) 
devices are especially attractive because of their potential applications in future 
lighting sources, single or multi-color displays, LELs, multi-color emissive devices, 
greeting cards, and low and high density information displays. Thus, in further 
25 alternative embodiments, first electrode 14 and substrate 12 are transparent, and 
conjugated organic buffer layer 16 comprises luminescent material. In such 
embodiments, current flow 24 though conjugated organic buffer layer 16 will result 
in luminescence 32 from the conjugated organic semiconductor device 10. 

In alternative embodiments of the present invention illustrated in FIGs. 8a 
30 and 8b, where only one conjugated organic deposit 20 is shown for purposes of 

discussion, conjugated organic deposit 20 and conjugated organic buffer layer 16 are 
comprised of luminescent organic material, and first electrode 14 and substrate 12 
are transparent When a sufficiently high voltage is applied across the second 
electrode 22 and first electrode 14, current 24 will flow between the second electrode 
35 22 and first electrode 14 and through conjugated organic buffer layer 16. In areas 
without a conjugated organic deposit 20, the conjugated organic buffer layer 16 will 
luminesce a color according to the composition of conjugated organic buffer layer 16 
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(se e reference chamber 26). In are* with a conjugated o^amc deposit 20, the color 
of the luminescence will depend on where elecuons and holes recomtane. 
GeneraUy, if «ba conjugal organic deposi. 20 is On* enough eleenons and holes 

Z^ZL conjugal organic daposi, 20. .fuse conjugated organro daposr, 
^Cfioiandy thin, eleeuons and holes wUl recomhine within the conjugal 

J composition of the conjugated organic buffer layer 16. If, however, the 
cTn^gaL organic deposi. 20 is about the sane thickness as conjugaKd organ* 
fcX iter 16 elecuons wil. recombure near the boundary between dte conjugated 
20 and cn^ed organic buffer toyer, 6 and ft. lununescence may 
cX in accordance with ute composition of bod, fte conjugal organ, 
deposit 20 and conjugated organic buffer layer 16 F1Q 9 

to alternative embodiments of the present rnventron Ulusoated w .FKS.S, 
^ orfy one conjugal organic deposi. 20 la shown for purposes of d.™ 
ZLJ organic depoait 20 is comprised of conjugaed orgamc mateml capable 
Syd^loconjug»^^cb^Uy a 16.Conp^org«uo 

b ^er 16 is comprised of poly-9-vmy.carb^.e (PVK) orpolyfluorene <PF 
ovular compounds, and tire conjugated organic deposi. 20 ,s com^ of 
soluble poly^enylenevtoylene, (PPV), PFdenvauves, 
oroftersbmlarcompounds. 

conductive conjugated orgamc deposrt 20 will dtnuse mi re 
buffer .ayer 1 6 (see reference characKr 30) and ac, like a charge u^fadopan. m 

the conjugal organic buffer layer 16. The diffusion of the guestdopan. 
Ltog3org^cdep.si.20) ta »u,ehos.bufferlayer(conjuga^o^cbuffer 

S is a fLon of me material cbamcKristics of the bos. and guest materia 
Only a small amount of dopan. is required to facilitate tire energy tmnsfer fiom 4* 

.lecuode 14 in me region of tfte conductive conjugaKd orgamc depos,, 20 when 
volrage is applied across tire second electrode 22 and first electrode 14 

to filer alternative embodiments, conjugated orgadc buffer layer 16 and 
me conjugated organic deposi. marerial capable of parti^y f^^f 
!5 organic buffer Uyer 16 are luminescent and ft. elecnode .4 and subam* ,« « 
JLparent. When curmn. flow 24 is induced through conjugate buffer 
^,6, arcs where conjugaKd organic deposi. 20 has partly drffused m.o 
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conjugated organic buffer layer 16 (see reference character 30) will luminesce a 
color dependent on the bandgap and energy level of the material comprising the 
conjugated organic deposit 20 and conjugated organic buffer layer 16. Generally, if 
the conjugated organic deposit material has a bandgap smaller than the bandgap of 

5 the conjugated organic buffer layer and an energy level lower than that of the 
conjugated organic buffer layer, the color of the luminescence (see reference 
character 28) will be in accordance with the composition of the conjugated organic 
deposit 20. Otherwise, the color of the luminescence will be in accordance with the 
composition of the conjugated organic buffer layer 16. 

10 IJP can also be utilized in the formation of multiple first and second 

electrodes (14 and 22) above individual conjugated organic deposits 20 as illustrated 
in FIGs. 2b, 3b, 4b, 5b, and 6. As illustrated in FIG. 1 0a, to form the multiple 
second electrodes 22 of FIG. 2b, organic masks 72 are first deposited using IJP over 
conjugated organic buffer layer 16. Next, second electrode material 74 is deposited 

15 over the organic masks 72 and conjugated organic buffer layer 16 by spin-coating or 
other conventional methods of application. Second electrode material 74 and the 
material comprising the organic masks 72 are selected such that second electrode 
material 74 strongly adheres to conjugated organic buffer layer 16, while the 
material comprising the organic masks 72 does not strongly adhere to conjugated 

20 organic buffer layer 16. Adhesive sheeting 76 such as adhesive tape is then pressed 
firmly over the second electrode material 74. When the adhesive sheeting 76 is 
removed, as illustrated in FIG. 10b, the dissimilar adhesive properties of second 
electrode material 74 and organic masks 72 cause the organic masks 72 and a portion 
of the second electrode material 74 to be removed along with the adhesive sheeting 

25 76. The remaining second electrode material 74 comprises multiple second 
electrodes 22. This method of forming multiple second electrodes 22 is also 
applicable to the multiple first and second electrodes 14 and 22 of FIGs. 3b, 4b, 5b, 
and 6. 

Embodiments of the present invention provide a method for generating 
30 regular arrays of micron-size organic LEDs, wherein the dimensions of the LEDs 
are limited only by the nozzle size of the IJP head. One application for regular 
arrays of conjugated organic LEDs is found in multi-color emissive displays such as 
television screens or computer monitors, where red, green, and blue dots are used to 
produce a color picture. As illustrated in FIG. 1 la, several different luminescent and 
35 diffusing conjugated organic deposits 34, 36, and 38, each with a band gap and 

energy level corresponding to red, green, and blue, respectively, are deposited over a 
conjugated organic buffer layer 40 with a bandgap and energy level corresponding to 
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blue. The luminescent and diffusing conjugated organic deposits 34, 36, and 38 
partially diffuse into the buffer layer 40 and alter the EL spectra of the buffer layer 
40 such that .hen a voltage is applied across the second and first electrodes 22 and 
14 the buffer layer 40 beneath the luminescent and diffusing conjugated organic 
5 d eposits34,36,a,d38v^lllun^escered42, g reen44,andblue46. By selectively 
applyingavoltage between individual second electrodes 22 and first electrode 14, 
individual red, green, and blue LEDs can be turned on or off, and a passive matrix 
multi-color emissive display is produced. 

In the alternative embodiment of FIG. lib, an active matrix multi-color 
10 emissive display is Ulustrated. Multiple gate electrodes 92 are depositee lover and m 
contact with substrate 12 using IP or other conventional deposition techniques. 
Transistors 48 having insulating material 50, source electrodes 90, and dram 
electrodes 88 are fabricated over the multiple gate electrodes 92. A conjugated 
organic buffer layer 40 is then deposited over the transistor using *P^ oato * or 
15 other conventional application methods, the conjugated organic buffer layer 40 in 
contact with the drain electrodes 88. Luminescent and diffusing conjugated organic 
deposits 34, 36, and 38 are then ink-jet printed over the conjugated organic buffer 
layer 40. Finally, a single second electrode 22 is deposited over the luminescent and 
diffusing conjugated organic deposits 34, 36, and 38. Current through a source 
20 electrode 90, transistor 48, conjugated buffer layer 40, a conjugated o^amc deposit 
34 36, or 38, and second electrode 22, and the luminescence of the diffused 
conjugated organic buffer layer 40 is controlled by the voltage at gate ™-»» 
should be noted that FIG. 1 lb is only illustrative, and alternative embodiments of the 
invention may use other methods of fabricating the transistor-based active matrix 
25 multi-color emissive display. 

Generally, when luminescent material with a higher bandgap and energy 
level (for example, the blue buffer layer 40 of FIG. 1 la) is doped with luminescent 
material of the same or lower bandgap and energy level (for example, the red, green, 
and blue organic deposits 34, 36 and 38 of FIG. 1 la), the resulting material produces 
30 the color of the lower bandgap and energy level material when a bias voltage is 
applied, in preferred embodiments, less than about 25% of the doping material 
needs to diffuse into the buffer layer 40 to achieve this color change. As an 
illustration, FIG. 12a shows how the emission colors of a poly(para-phenylene) 
(???) LED changes when different concentrations of MEH-PPV are introduced into 
35 the polymer system. FIG. 12b illustrates that the I-V characteristics remain the 
same regardless of the concentration of MEH-PPV. 

In further alternative embodiments illustrated in FIG. 13a and 1 3b, arrays of 
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red, green, and blue LEDs are fabricated by utilizing silicon-oxide (S1O2) or 
polymer dividers 54 placed over a transparent substrate 12 printed with pre- 
patterned row electrodes 56. The Si02 dividers 54 allow the IJP of conjugated 
organic buffer layer 16 and red, green, and blue conducting/charge transfer polymers 

5 34, 36, and 38 directly over row electrodes 56, and serve as a shadow mask for the 
deposition of second electrodes 22. 

Another application for light-emitting conjugated organic semiconductor 
devices 10 is found in organic LELs and single or multi-color emissive devices, 
where the IJP is controlled to print a pattern of conducting/charge transfer 

10 conjugated organic material. In contrast to multi-color displays, where color 

patterns, as seen by the viewer, are constantly changing, LELs and single or multi- 
color emissive devices typically comprise larger, but fixed color, emissive areas. To 
form such devices, conducting/charge transfer and/or luminescent conjugated 
organic deposits 20 are printed directly onto conjugated organic buffer layer 16 (see 

15 FIG. 7a), or onto a transparent first electrode 14 (see FIG. 7b) in alternative 
embodiments. The pattern of conjugated organic deposits 20 defines the light- 
emission area. By applying a voltage between second electrodes 22 and first 
electrode 14, large LELs may be illuminated. Because current flows through the 
conjugated organic deposits 20 but is not carried away by it, the conjugated organic 

20 deposits 20 may have disconnections (physically isolated patterns). High contrast of 
LELs against a background can be achieved by adjusting the biasing voltage, and the 
brightness of the LEL can be adjusted over a broad range, from a few tenths of a 
candela (cd)/m 2 to more than 100 cd/m 2 . 

LEL fabrication according to a preferred embodiment of the present 

25 invention is illustrated in FIG. 14a. First, an ITO electrode 58 deposited on a glass 
substrate 60 is subjected to a routine ultrasonic cleaning with the successive use of 
detergent, deionized (DI) water, acetone, and alcohol to wash away surface 
contaminants. The ITO electrode 58 and glass substrate 60 are then baked at an 
elevated temperature for about 12 hours. IJP is then used to deposit conducting 

30 polymer logo 62 onto ITO electrode 58 from an aqueous solution of 3,4- 
polyethylenedioxythiophene-polystyrenesulfonate (PEDOT). The PEDOT 
conducting polymer logo 62 is then dried in air at about 100° C for approximately 12 
hours. In alternative embodiments, other methods of depositing the PEDOT 
conducting polymer logo 62 such as the stamping method described in 

35 "Microcontact printing and electroplating on curved substrates: production of free- 
standing three-dimensional metallic microstructures," by J.A. Rogers et al., Adv. 
Materials, Vol. 9, pp. 475-477 (1997), incorporated herein by reference, may be 
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employed. As illustrated in FIG. 14b, an MEH-PPV buffer layer 64 prepared from 
an approximate 1% MEH-PPV solution is subsequently spin-coated over the 
PEDOT conducting polymer logo 62 at about 2500 revolutions per minute (RPM), 
and calcium (Ca) cathode material 66 is deposited over MEH-PPV buffer layer 64. 
The finished devices are encapsulated by epoxying the active cathode areas with 
aluminum or cover glass 68. It should be noted that other materials with 
characteristics similar to those specified above may also be used in the fabrication 
process. 

FIG 15 shows typical brightness-voltage (L-V) curves of devices with 
(reference character 70) and without (reference character 78) a PEDOT conducting 
polymer layer, illustrating the enhanced performance obtained from the addition of 
the PEDOT conducting polymer layer. For example, when the device is operated at 
5 volts LEDs with the PEDOT conducting polymer layer may produce brightness 
levels of approximately 200 cd/m\ while LEDs without the PEDOT conducting 
polymer layer may produce brightness levels approximately three orders of 
magnitude smaller. 

In alternative embodiments of the present invention, a specific application of 
LELs may be used to produce gray-scale light-emitting pictures. FIG. 16a 
illustrates a four-level gray scale 80 defined by the density of emissive dots, and 
FIG. 16b shows a brightness curve 82 indicating a typical relationship between 
brightness and the density of emissive dots. Gray scales utilizing embodiments of 
the present invention can be tuned nearly continuously by changing either the dot 

size or the density of dots. 

In addition to organic EL logos and displays, embodiments of the present 
invention can also be applied to other organic electronic and optoelectronic devices. 
Examples include, but are not limited to, transistors, photovoltaic cells, artificial 
noses, physical devices, chemical devices, bio-devices, and electronic integrated ^ 
circuits. Physical devices include, but are not limited to, optical sensors (arrays), x 
ray detectors (arrays), image sensors (arrays), photodetectors, and photovoltaic 
devices. Chemical devices include, but are not limited to, gas sensors (array) and 
wet (solvent) sensors. Bio-devices include, but are not limited to, sensors for 
detecting blood sugar (glucose), enzymes, and the like. In addition, UP provides an 
efficient way of fabricating LEDs on semiconductor wafers as light sources to be 
used for inter-chip and intra-chip communication in computers, telecommunication 
devices, and the like. Materials usable in embodiments of the present invention to 
pattern the electronic devices include, but are not limited to, organic conjugated 
molecules, conjugated polymers, inorganic nano crystals, organic nano crystals, dye 
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molecules, and any combination of the above. These devices may provide output in 
the form of luminescence, as previously described, or conductivity or fluorescence. 

An artificial nose provides an illustrative example of embodiments of the 
present invention that utilize conductivity or fluorescence as a form of indication. 
5 As illustrated in FIG. 17a, multiple layers of conjugated organic deposits 20 and 
conjugated organic buffer layer 16 are built up using the techniques previously 
described over a substrate 12. However, prior to the LIP of each conjugated organic 
deposit 20, two electrodes 84 are situated such that the conjugated organic deposits 
20 form over the two electrodes 84. Each conjugated organic deposit 20 may be 
10 comprised of unique material such that the conductivity of each conjugated organic 
deposit 20 varies when a fluid or vapor sample 86 difiuses into the conjugated 
organic buffer layer 16 and into the conjugated organic deposits 20. The 
conductivity of each conjugated organic deposit 20 is sensed by the two electrodes 
84 within that conjugated organic deposit 20. Multiple conjugated organic deposits 
15 20 on each layer may provide a conductivity "signature" that can be used to identify 
the chemical composition of the fluid or vapor sample 86. In further alternative 
embodiments, the multiple conjugated organic buffer layers 16 may be comprised of~- 
unique material such that each conjugated organic buffer layer 16 acts as a fluid or 
vapor separation membrane. Thus, each layer of conjugated organic deposits 20 may 
20 be designed to test only a particular category of fluid or vapor, as other types of fluid 
or vapor will be filtered out by the multiple conjugated organic buffer layers 16. 

In alternative embodiments of the present invention illustrated in FIG. 17b, 
the multiple conjugated organic deposits 20 are fluorescent under certain conditions, 
and there are no electrodes within the conjugated organic deposits 20. Each 
25 conjugated organic deposit 20 may be comprised of unique material such that the 
fluorescence of each conjugated organic deposit 20 varies when a fluid or vapor 
sample 86 diffuses into the conjugated organic buffer layer 16 and into the 
conjugated organic deposits 20. The fluorescence of each conjugated organic 
deposit 20 may be sensed by shining an ultraviolet (UV) light over the device. 
30 Multiple conjugated organic deposits 20 on each layer may provide a fluorescence 
"signature" that can be used to identify the chemical composition of the fluid or 
vapor sample 86. In further alternative embodiments, the multiple conjugated 
organic buffer layers 16 may be comprised of unique material such that each 
conjugated organic buffer layer 16 acts as a fluid or vapor separation membrane. 
35 Thus, each layer of conjugated organic deposits 20 may be designed to test only a 
particular category of fluid or vapor, as other types of fluid or vapor will be filtered 
out by the multiple conjugated organic buffer layers 16. 
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Therefore, according to the foregoing description, embodiments of the 
present invention provide a process for fabricating organic semiconductor devices 
using ink-jet printing technology, and systems and devices incorporating the same, 
that is relatively insensitive to substrate surface imperfections, and combines the 
5 electrical and optical properties of conventional semiconductors and the low-cost 
processability, flexibility, light weight, and large-scale producibility of conventional 
organics. In addition, embodiments of the present invention allow the formation of 
precisely patterned single or multi-color emissive displays, devices, logos, and 
gray-scale pictures, including isolated emissive areas. Embodiments of the present 
10 invention also enable the formation of high quality shadow masks for the fabrication 
of semiconductor devices, bio-sensors, photovoltaic devices, and photodetectors. 

The foregoing description of preferred embodiments of the invention has 
been presented for the purposes of illustration and description. It is not intended to 
be exhaustive or to limit the invention to the precise form disclosed. It is intended 
,5 that the scope of the invention be limited not by this detailed description, but rather 
by the claims appended hereto. 
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WHATIS CLAIMED IS 

1 . A semiconductor device for producing an indicator in response to a 
stimulus, the semiconductor device comprising: 

5 a substrate for supporting the semiconductor device; 

at least one first electrode supported by the substrate; 

at least one second electrode supported by the substrate for introducing 
current flow between the at least one first electrode and the at least one second 
electrode; 

10 at least one conjugated organic buffer layer supported between the at least 

one first electrode and the at least one second electrode for regulating the current 
flow between the at least one first electrode and the at least one second electrode; 
and 

at least one ink-jet printed conjugated organic deposit in contact with at least 
15 one conjugated organic buffer layer and located between the at least one first 

electrode and the at least one second electrode for generating an indicator produced 
by the semiconductor device in response to the stimulus. 

2. A device as recited in claim 1 , wherein at least one conjugated 

20 organic deposit comprises conducting material for encouraging current flow through 
the conjugated deposit and through at least one conjugated organic buffer layer in 
response to the stimulus of a voltage applied across at least one first electrode and at 
least one second electrode. 

25 3. A device as recited in claim 2, wherein the substrate and at least one 

first electrode are transparent and at least one conjugated organic buffer layer is 
comprised of a material capable of becoming luminescent when current flows 
through the material. 

30 4. A device as recited in claim 2, wherein the substrate and at least one 

first electrode are transparent and at least one conjugated organic deposit is 
comprised of a material capable of becoming luminescent when current flows 
through the material. 

35 5. A device as recited in claim 1, wherein the substrate and at least one 

first electrode are transparent at least one conjugated organic deposit is comprised 
of a guest material capable of becoming luminescent, at least one conjugated organic 
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buffer layer is a host material capable of becoming luminescent, and the guest 
material is partially diffused into the host material, 

the guest material having a bandgap width and energy level no greater than 
that of the host material such that the semiconductor device luminesces according to 
5 the guest material in response to the stimulus of a voltage applied across at least one 
first electrode and at least one second electrode, causing current flow through the 
guest material and host material between the at least one first electrode and the at 
least one second electrode. 

, 0 6 A device as recited in claim 5, the device comprising a plurality of 

groups of conjugated organic deposits, each group comprising three conjugated 
organic deposits comprised of guest material capable of luminescing red, green, and 
blue. 

7 A device as recited in claim 5, wherein the at least one conjugated 
organic buffer layer is comprised of polyfluorene derivatives, the at least one 
conjugated organic deposit is comprised of soluble poly(p-phenylenevinylene) 
derivatives and polyfluorene derivatives, and the at least one first electrode is 
comprised of indium tin-oxide. 

8. A semiconductor device for producing an indicator in response to a 
stimulus, the semiconductor device comprising: 

a substrate for supporting the semiconductor device; 
a plurality of source electrodes supported by the substrate for introducing a 

25 current flow; 

a plurality of gate electrodes supported by the substrate for controlling the 

current flow; ^ , c 

a plurality of transistors supported between the plurality of source electrodes 
and the plurality of gate electrodes for controlling the current flow, each transistor 
30 having a source terminal coupled to a source electrode, a gate terminal coupled to a 
gate electrode, and a drain terminal; 

~ a second electrode supported by the plurahty of transistors for facilitating 
current flow between the drain terrninals of the plurality of transistors and the second 
electrode; 

35 a conjugated organic buffer layer supported between the plurality of 

transistors and the second electrode, and in contact with the drain terminals of the 
plurality of transistors and the second electrode, for regulating the current flow 
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between the drain terminals of the plurality of transistors and the second electrode; 
and 

a plurality of ink-jet printed conjugated organic deposits supported by each 
transistor and in contact with the conjugated organic buffer layer for generating an 
5 indicator produced by the semiconductor device in response to a stimulus. 

9. A semiconductor device for producing an indicator in response to a 
stimulus, the semiconductor device comprising: 

a substrate for supporting the semiconductor device; 
10 at least one conjugated organic buffer layer supported by the substrate for 

filtering fluid flow; and 

at least one ink-jet printed conjugated organic deposit disposed in at least 
one conjugated organic buffer layer for generating an indicator produced by the 
semiconductor device in response to the stimulus. 

15 

10. A device as recited in claim 9, wherein each conjugated organic 
deposit fluoresces in response to the stimulus of a fluid sample diffusing into the 
conjugated organic deposit. 

20 11. A device as recited in claim 9, further including a first electrode and 

second electrode pair disposed within each conjugated organic deposit for sensing 
conductivity within the conjugated organic deposit, wherein the conductivity of each 
conjugated organic deposit changes in response to the stimulus of a fluid sample 
diffusing into the conjugated organic deposit 

25 

12. A process for fabricating a semiconductor device capable of 
producing an indicator in response to a stimulus, the process comprising: 

supporting at least one first electrode over a substrate; 

supporting at least one conjugated organic buffer layer above the at least one 
30 first electrode such that one conjugated organic buffer layer is in contact with each 
first electrode; 

ink-jet printing at least one conjugated organic deposit above the at least one 
first electrode such that each conjugated organic deposit is in contact with at least 
one conjugated organic buffer layer, and 
35 supporting at least one second electrode over an uppermost conjugated 

organic buffer layer. 
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13 A process as recited in claim 12, wherein the step of supporting at 
least one second electrode over an uppennost conjugated organic buffer layer 

comprises the steps of. 

ink-jet printing at least one organic mask over and in contact with the 
uppermost conjugated organic buffer layer, the at least one organic mask having low 
adhesion strength when in contact with the uppermost conjugated orgamc buffer 
layer* 

' supporting second electrode material over and in contact with the at least one 
organic mask and the uppermost conjugated organic buffer layer, the second 
electrode material having high adhesion strength when in contact with the uppermost 
conjugated organic buffer layer and the at least one organic mask; 

applying adhesive sheeting to the second electrode material; and 
removing the adhesive sheeting, wherein the at least one organic mask and 
second electrode material above the at least one organic mask will also be removed. 

14. A process as recited in claim 12, wherein the step of supporting at 
least one second electrode over an uppermost conjugated organic buffer layer 

comprises the steps of : 

shadow masking areas on the uppermost conjugated organic buffer layer 
where no second electrode material is to be deposited using dividers; and 
ink-jet printing second electrode material between the dividers. 

15. A process for fabricating semiconductor devices capable of producing 
an indicator in response to a stimulus, the process comprising: 

25 supporting a plurality of source electrodes over a substrate; 

supporting a plurality of gate electrodes over the substrate; 
supporting a plurality of transistors between the plurality of source electrodes 
and the plurality of gate electrodes, each transistor having a source terminal coupled 
to a source electrode, a gate tenninal coupled to a gate electrode, and a drain 
30 tenninal; 

supporting a second electrode over the plurality of transistors; 
supporting a conjugated organic buffer layer between the plurality of 
transistors and the second electrode such that the conjugated organic buffer layer is 
in contact with the drain terminals of the plurality of transistors and the second 
35 electrode; 
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ink-jet printing a plurality of conjugated organic deposits above each 
transistor such that the plurality of conjugated organic deposits are in contact with 
the conjugated organic buffer layer and the second electrode. 

5 1 6. A process for fabricating a semiconductor device capable of 

producing an indicator in response to a stimulus, the process comprising: 

ink-jet printing at least one conjugated organic deposit over a substrate; and 
supporting a first conjugated organic buffer layer over each conjugated 
organic deposit such that each conjugated organic deposit is in contact with the first 
10 conjugated organic buffer layer. 

1 7. A process as recited in claim 1 6, wherein preceding the step of ink- 
jet printing at least one conjugated organic deposit over a substrate, the process 
further includes the step of supporting at least one first electrode and second 

1 5 electrode pair over the substrate such that each conjugated organic deposit is ink-jet 
printed over a first electrode and second electrode pair. 

1 8. A process as recited in claim 16, further including the steps of: 
ink-jet printing at least one additional layer of at least one conjugated 

20 organic deposit over the first conjugated organic buffer layer, and 

supporting an additional conjugated organic buffer layer over each additional 
layer of at least one conjugated organic deposit such that each additional layer of at 
least one conjugated organic deposit is in contact with the additional conjugated 
organic buffer layer. 

25 

1 9. A process as recited in claim 1 8, wherein preceding the step of ink- 
jet printing at least one additional layer of at least one conjugated organic deposit 
over the first conjugated organic buffer layer, the process further includes the step of 
supporting at least one first electrode and second electrode pair over the first 

30 conjugated organic buffer layer such that each conjugated organic deposit is ink-jet 
printed over a first electrode and second electrode pair. 

20. An emissive system for presenting visual images, the emissive system 
comprising: 

35 a substrate for supporting the emissive system; 

at least one first electrode supported by the substrate; 
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at least one second electrode supported by the substrate for introducing a 
current flow between the at least one first electrode and the at least one second 
electrode; 

at least one conjugated organic buffer layer supported between the at least 
5 one first electrode and the at least one second electrode for regulating the current 

flow; , 
a plurality of ink-jet printed conjugated organic deposits, each conjugated 

organic deposit in contact with at least one conjugated organic buffer layer and 
located between one first electrode and one second electrode for generating an 
indicator when a voltage stimulus is applied across the first electrode and the second 
electrode; and 

a voltage source for selectively applying the voltage stimulus across the at 
least one first electrode and the at least one second electrode. 

21. A system as recited in claim 20, wherein the substrate and the at least 
one first electrode are transparent and the plurality of conjugated organic deposits 
are comprised of conducting material for encouraging a localized current flow 
through the at least one conjugated organic deposit and through each conjugated 
organic buffer layer in contact with the conjugated organic deposit in response to the 
voltage stimulus, and wherein at least one conjugated organic buffer layer is 
comprised of a luminescent material that luminesces when current flows through the 
conjugated organic buffer layer. 

22. A system as recited in claim 21 , wherein at least one group of 
25 contiguous conjugated organic deposits are printed, the groups of contiguous 

conjugated organic deposits forming a light-emitting logo when current flows 
through the at least one conjugated organic buffer layer. 

23. A system as recited in claim 21, wherein a plurality of groups of 
distinct conjugated organic deposits are printed, each group having a substantially 
constant density of conjugated organic deposits, the printed plurality of groups 
forming a gray-scale light-emitting picture when current flows through the at least 
one conjugated organic buffer layer. 

24 A system as recited in claim 20, wherein the substrate and the at least 
one first electrode are transparent and the plurality of conjugated organic deposits 
are arranged in aregular array of groups of conjugated organic deposits, each group 
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comprising three conjugated organic deposits comprised of guest material capable of 
producing red, green, and blue luminescence, the regular array forming a multi-color 
light-emitting display when current flows through the conjugated organic deposits. 

5 25. A system as recited in claim 20, wherein the substrate and the at least 

one first electrode are transparent, the plurality of conjugated organic deposits are 
comprised of a guest material capable of becoming luminescent, at least one 
conjugated organic buffer layer is a host material capable of becoming luminescent, 
and the guest material is partially diffused into the host material, and 

I o wherein the plurality of conjugated organic deposits are arranged in a regular 

array of groups of conjugated organic deposits, each group comprising three 
conjugated organic deposits comprised of guest material capable of producing red, 
green, and blue luminescence, the guest material having bandgap widths and energy 
levels no greater than that of the host material such that each group produces red, 

15 green, and blue luminescence when the voltage stimulus is applied, 

the regular array forming a multi-color light-emitting display when current 
flows through the conjugated organic deposits. 

26. An emissive system for presenting visual images, the emissive system 
20 comprising: 

a substrate for supporting the emissive system; 

a plurality of source electrodes supported by the substrate for introducing a 
current flow; 

a plurality of gate electrodes supported by the substrate for controlling the 
25 current flow; 

a plurality of transistors supported between the plurality of source electrodes 
and the plurality of gate electrodes for controlling the current flow, each transistor 
having a source terminal coupled to a source electrode, a gate terminal coupled to a 
gate electrode, and a drain terminal; 
30 a second electrode supported by the plurality of transistors for facilitating 

current flow between the drain terminals of the plurality of transistors and the second 
electrode; 

a conjugated organic buffer layer supported between the plurality of 
transistors and the second electrode, and in contact with the drain terminals of the 
35 plurality of transistors and the second electrode, for regulating the current flow 
between the drain terminals of the plurality of transistors and the second electrode; 
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a plurality of ink-jet printed conjugated organic deposits supported above 
each transistor and in contact with the conjugated organic buffer layer for generating 
an indicator when a voltage stimulus is applied across a source electrode and the 

second electrode; and 

a voltage source electrically coupled to the emissive system for selectively 
applying the voltage stimulus across the plurality of source electrodes and the second 
electrode. 
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27. A system as recited in claim 26, wherein the substrate and the at least 
one first electrode are transparent and the plurality of conjugated organic deposits 
are arranged in a regular array of groups of conjugated organic deposits, each group 
comprising three conjugated organic deposits comprised of guest material capable of 
producing red, green, and blue luminescence, the regular array forming a multi-color 
light-emitting display when current flows through the conjugated organic deposits. 



28. A system as recited in claim 26, wherein the substrate and the at least 
one first electrode are transparent, the plurality of conjugated organic deposits are 
comprised of a guest material capable of becoming luminescent, at least one 
conjugated organic buffer layer is a host material capable of becoming luminescent, 
20 and the guest material is partially diffused into the host material, and 

wherein the plurality of conjugated organic deposits are arranged in a regular 
array of groups of conjugated organic deposits, each group comprising three 
conjugated organic deposits comprised of guest material capable of producing red, 
green, and blue luminescence, the guest material having bandgap widths and energy 
25 levels no greater than that of the host material such that each group produces red, 
green, and blue luminescence when the voltage stimulus is applied, 

the regular array forming a multi-color light-emitting display when current 
flows through the conjugated organic deposits. 
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